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Abstract of. the Disclosure 



In a method for directly drawing a glass optical 
waveguide or waveguide blank from two or more reservoirs 
of molten glass wherein a relatively high refractive 
index glass core member is clad with a relatively low 
refractive index glass cladding, control over the refrac- 
tive index variations occurring due to. the migration of 
dopants between the core and cladding is obtained by pro- 
viding one or more glass diffusion layers between the 
core and cladding- 
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METHOD FOR DRAWING HIGH-BAIIDWIDTH OPTICAL mVEGUIDBS 
Backgroimd of the Invention 

The present invention is in the field of optical 
waveguides, and particularly relates to the production of 
optical waveguides or optical waveguide blanks or preforms 
directly front laolten glass. 

Although present commercial high-bandwidth optical 
waveguide filaments axe produced by processes involving the 
chemical vapor deposition of glass waveguide components to 
form pure waveguide blanks or preforms, it has also been 
proposed to produce such products by direct drawing from 
molten glass. Hence, U.S. Patent No. 3,726,656 describes an 
updrawlng process for producing glass-clad glass rod which 
can be used as a blank or preform for redrawing optical 
waveguide filaments, while U.S. Patents Nos. 3,941,474, 
3,791,806 euid 4,032,313 describe the manufacture of glass- 
clad glass waveguide filaments by direct down-drawing from 
nested multiple crucibles or reservoirs of molten glass. 

Thei direct drawing of optical waveguides from molten 
glass produced by a chemical vapor deposition process Is 
described in U.S. Patent No. 4,065,280, while published ^ 
German Application No. 2,614,631 describes the production of 
multilayer optical waveguides by an updraw process. 

Molten glass drawing methods have been proposed for the 
manufacture of both step-index and graded-index optical 
waveguides. In the case of step-index waveguides, only two 
crucibles or other reservoirs of molten glass are needed. 
These are concentrically positioned so that a relatively low 
refractive index glass for the waveguide cladding layer 
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is drawn from cin outer reservoir and formed aroimd a 
relatively high refractive index glass for the waveguide 
core which is simultaneously drawn from an inner reser- 
voir. In the case of a graded- index waveguide / multiple 
crucibles or reservoirs of molten glass are used/ with the 
glass in the outer reservoir forming the optical waveguide 
cladding layer and the glasses in the inner reservoirs 
forming a core group which ultimately becomes the core 
member of the optical waveguide « Glasses which increase 

10 step-wise in refractive index from the periphery of 

the core group to the center thereof are used to approxi- 
mate the parabolic core index profile which is desirable 
for high waveguide bandwidth • 

The refractive indices of the glasses forming the 
core and cladding layers in the multiple crucible assembly 
are controlled through the use of. additives, termed dop- 
ants, which typically act to raise the refractive index of 
a glass in which they are dissolved to an extent propor- 
tional to their concentration therein (although dopants 

20 which reduce refractive index are also known) . At the 

elevated temperatures employed for the direct drawing of 
waveguides or waveguide blanks from molten glass, these 
refractive-index-controlling dopants tend to diffuse or 
migrate from one glass layer to another. This has not 
been* considered to be objectionable since the effect is to 
smooth the refractive index profile in the core group and 
thus to better approximate the parabolic index distribu- 
tion necessary for high bandwidth. 

However, one disadvantageous effect of dopant migra- 

30 tion during the manufacture of optical waveguide fila- 
ments or blanks or molten glass is the migration which 
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occurs between the outeinnost core members cind the cladding 
layer. This core/cladding diffusion of dopants results in 
diffusion "tails", which are localized increases in the 
refractive index of the cladding near the core/cladding 
boundary. These tails reduce the definition of the boun- 
dary and undesirably decrease the bandwidth of the optical 
waveguide. 

It is a principal object of the present invention to 
provide a method for the direct drawing: of optical . wave- 
10 guides wherein the problem, of core/cladding diffusion is 
avoided* 

Other objects and advemtagea of the invention* will 
become apparent from the following description thereof. 

Summary of the Invention 

In accordance with the present invention r the effects 
of core/cladding diffusion dviring waveguide or waveguide 
blank, manufacture are neutralized by providing at least 
one glass diffusion layer between the core and the clad- 
ding as the wavegude or waveguide blank is drawn from the 

20 melt* The diffusion layer is formed, from molten glass 
which has a refractive index below that of the cladding 
glass, typically because it contains a lower quantity of 
dopanta for raising Its. refractive index than either the 
cladding glass or the glasses of the core group. 

As dopants diffuse among the diffusion layer and the 
core and cladding glasses during- the drawing process, the 
refractive index of the diffusion layer glass will increase. 
However, by adjusting the initial refractive index and 
thickness of the diffusion layer, the amount of increase 

30 can be controlled so that the refractive index of the 
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diffusion layer in th waveguide as dravm is essentially 
equivalent to that of the cladding. In this way, diffu- 
sion "tails" such as are fotind in conventionally produced 
optical waveguides are suppressed and improved core/clad- 
ding boundary definition is obtained, resulting in higher 
waveguide, bandwidth* 

Further improvements in core/cladding boundary defin- 
ition can be obtained using two diffusion, layers between 
the core and cladding. Again, the first diffusion layer 

10 is positioned adjacent to the core member, and has a 
refractive index below that, of the core and cladding 
glasses, functioning, to compensate for the increases in 
cladding refractive index normally resulting from prox^ 
imity to the high-index core glasses.. A second diffusion 
layer, positioned adjacent to the first diffusion layer 
and between the first layer and the cladding, has a refrac- 
tive index liigher than that of the cladding. This layer 
compensates for a. tailing down of the index of the clad- 
ding which might otherwise result from dopant migration 

20 into the first diffusion layer* 

Brief Description of. the Drawings 

The invention may be further understood by reference 
to the drawings, wherein: 

Fig* X is a schematic illustration in cross-section 
of a concentric orifice, multiple crucible assembly of the 
kind conventionally used for drawing graded-index optical 
waveguides; 

Pig* 2 is a graph showing the initial composition 
profile of a group of glasses as drawn from a multiple 
30 crucible assembly of the kind shown in Fig* 1; 
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Fig. 3 is a graph showing the final coroposition 
profile of em optical waveguide produced from a group of 
glasses such as shown in Fig. 2; 

Figs. 4 and 5 are graphs showing the initial and 
final composition profiles, of groups of glasses compr±sing 
diffusion layers, which are useful, for providing high 
bandwidth optical . waveguides according to the invention* 

Detailed Description 

Referring again to the drawings ^ a crucible assembly 
such as shown in Fig. 1. is conventionally used to draw 
optical waveguide filaments directly from a melt. The 
outermost crucible will typically contain a glass 4 of 
relatively low refractive index for the waveguide clad- 
ding, while the inner group of . crucibles will contain the 
relatively high refractive index glasses 1-3 of the core 
group. Each of the crucibles in the core group will 
contain a glass of a different composition, with the 
refractive indices of the compositions increasing from 
the outermost crucible of the core group to the central 
crucible. Thus the molten glass leaving the 
orifice assembly will have a refractive index profile 
ranging from a maximum at the center orifice to a minimum 
at the outer or cladding orifice* 

Normally, the dopant used in these glasses to control 
refractive index will be one which is effective to raise 
the refractive index of the glass , so that the core 
glasses' of the inner crucibles will be relatively high in 
dopant concentration with respect to the cladding glass. 
A half-profile of dopant concentration versus orifice 
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position for such a case^ ranging from the center cru- 
cible to the cladding crucible, ia shown in Pig. 2 of the 
drawing. 

As the glasses are drawn from the crucible assembly, 
an interdiffusion of dopants among the various layers of 
glass results in a smoothing of the composition and 
refractive index, profiles in the drawn waveguide. This 
smoothing effect is illustrated by the broken line in 
Fig^. 3 of the drawing, which represents a. final index 

10 profile of a drawn waveguide resulting from the 
initial profile shown in Fig. 2. 

The solid line in Fig. 3 represents a target profile 
for an ideal graded- index optical wavegtiide. The inter- 
diffusion of dopants among the glasses in the core group 
results in good matching between the profiles of the 
waveguide and the target. However, a tailing up of the 
cladding dopant, composition and refractive index occurs 
near the core/cladding boundary, resulting in the devia- 
tion from the optimum boundary, profile shown by the 

20 hatched "tail" region in Fig. 3. 

In accordance with the invention,, the extent of this 
deviation is reduced through the use of a glass diffusion 
layer between the core group and cladding glass, this 
diffusion layer typically having a: dopant concentration 
below that of the glasses of the core group and cladding. 
An initial dopant concentration and refractive index 
profile for a. group having such a diffusion layer is 
illustrated by the solid line in the graph constituting 
Fig. 4 of the drawing. The diffusion layer is obtained 

30 by filling the crucible immediately adjacent to the 



-6- 



1156467 

cladding glass crucible with a glass having a veiry low 
dopant concentration* 

The broken line in Fig. 4 of the drawing illtistrates 
a final dopant concentration and refractive index profile 
for an optical waveguide formed from the group of glasses 
shown in Pig. 4, after interdif fusion of the dopants 
therein during drawing. That profile indicates that a 
considerable reduction in the size of= diffusion "tails" 
resulting from core/cladding dopant, diffusion can be 
10 realized through the use of a lowT-dopaht diffusion Istyer, 

Although the final index profile shown in Fig* 4 
represents an . improvement in core/cladding boundary 
definition over the profile shown in Pig* 3, some tailing 
down of the dopant concentration and refractive index in 
the cladding glass near the core/cladding interface is 
observed. To control this, effect, a second diffusion 
layer is preferably introduced into the waveguide struc- 
ture between the first diffusion layer and the cladding. 

The solid line in Fig* 5 of the drawing corresponds 
20 to an. initial profile of dopant concentration and refrac- 
tive index as a function of crucible position for a group 
of glasses which includes two diffusion layers between 
the core and cladding. The relatively high refractive 
index of the outer diffusion layer immediately ad-jacent 
to the cladding is intended to reduce tailing down, of the 
index of the cladding during wavegtilde drawing. 

The broken line In Fig* 5 corresponds to a final 
dopant and index profile for an optical waveguide drawn 
from the group of glasses having the initial profile 
30 shown in that figure* The final profile suggests that 

the second diffusion layer can control the out-diffusion 
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of dopants from the waveguide cladding, and that a pro- 
file exhibiting excellent correspondence with an ideal 
graded-index profile can be obtained, in glass systems 
utilizing two diffusion layers. 

Although the foregoing detailed description has been 
presented in terms of the diffusion of a single refractive- 
index- increasing dopant, it will be recognized that 
dopant migration in glasses frequently involves an ion 
exchange process wherein cationic species migrating out 
10 of a glass layer are exchanged for other cationic 

species migrating into the glass layer* Thus the term 
dopant is intended to encompass migrating cationic 
species which are more effective in raising the refrac- 
tive index of a glass than the species by which they are 
replaced* 

Glass-modifying oxides incorporating cations which 
are effective in raising the refractive index of glasses 
are well Icnown, such oxides including most of the alkali 
and alkaline metal earth oxides as^ well as a variety of 
20 other oxides of monovalent, divalent or even trivalent 
metal ions.. Generally, the monovalent, cations are pre- 
ferred from the standpoint, of diffusion efficiency. 

Multiple crucible assemblies which, can be used in 
the production of graded-index optical waveguides accord- 
ing to the invention include any of the assemblies util- 
ized in the prior art for this purpose. Such assemblies 
may be fabricated from refractory ceramic materials or, 
preferably, platinvun, with the configuration and spacing 
of the multiple orifices depending upon the viscosity and 
30 target thlckneaa of each of the glass layers to be 
Included in the waveguide or waveguide blank. 
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The refractive index and thickness of the core group 
layers and diffusion layers are selected based upon the 
refractive index profile desired in. the drawn waveguide • 
Factors which will affect the target thickness and refrac- 
tive index are the diffusion rates of the cationic dopants 
in each of the layers and the thermal., conditions under 
which the drawing, or drawing and redrawing, of the 
waveguide are to be carried out. ' However, these factors 
may readiXy be determined for amy particular doping 
system and target profile by routine experiment. 

As an example of a particular configuration which 
may be used to provide an optical waveguide having a 
dopant and refractive index profile. such as shown in Pig. 
5 , the following Table sets forth a f ive-rlayer configura- 
tion comprising two core layers, two diffusion layers, 
cuid a cladding layer. Included in. the Table ctre a. norma- 
lized dopant concentration for each of the layers, and a 
thickness for each of the layers, expressed as a. radial 
thickness range wherein the axis of the glass stream is 
at radius (R) « 0 and the outer surface of the glass 
stream is atH » l.Q. The refractive indices of the 
core, diffusion and cladding layers, are proportional to 
the concentration of dopemt therein. 
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TABLE 

Layer Radial Th±c3aias3 Normalized Dopan-t 
Identification Range Concentration 

Inner core 0-0,22 1.0 

Outer core 0* 22-0. 425 0.7 

First Diffusion 

Layer 0.425-0.58 0.0 
Second Diffusion 

Layer . 0.58-0.63 0.2 

Cladding 0.63-1.0 0.1 

Of course the foregoing example is merely illustra- 
tive of profiles incorporating diffusion layers which may 
be provided according to the invention. Obviously, other 
profiles may be selected r based upon the considerations 
hereinabove disclosed, to provide high bandwidth drawn 
optical waveguides for a particular end use^ 



-10- 



1156467 



I CIAIM: 

1. In a method of making a glass op-tical waveguide or 
waveguide blamlc wherein a cladding layer composed of a 
relatively low refractive index glass is formed around a 
core member composed of one or more relatively high 
refractive index glasses by simultaneously drawing the 
core cuid cladding glasses from separate reservoirs of 
molten glass, one or more of the glasses containing a 
refractive-index-controlldLng dopant which is capable of 
migrating between the core member and cladding layer at 
elevated temperatures^ the improvement wherein a glass 
diffusion layer is provided between the cladding layer 
and the core member, the glass diffusion layer being 
formed of a molten glass having a lower refractive index 
thaui the glass forming the cladding layer* 
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2« In a method of racing a glass optical waveguide or 
waveguide blank wherein a cladding layer composed of a 
relatively low refractive index glass is formed around a 
core member composed of one or more relatively high 
refractive index glasses by simultaneously drawing the 
core and cladding glasses from separate reservoirs of 
molten glass, one or more of the glasses containing a 
refractive- index-controlling dopant which is capable of 
migrating between the core member and cladding layer at 
elevated temperatures, the improvement wherein two glass 
diffusion layers are provided between the cladding layer 
and the core member, said diffusion layers including a 
first diffusion layer positioned adjacent to the core 
member and having a lower refractive index than the 
cladding layer, and a second diffusion layer positioned 
adjacent to the first diffusion layer having a greater 
refractive index and a greater concentration of said 
dopant than the cladding layer. 

3. A method in accordance with^ claims 1 or 2 wherein 
the core member is composed of one or. more relatively 
high refractive index glasses which contain a refractive- 
index-increasing dopant capable of migrating into the 
cladding layer. 

4, A method in accordance with claim 1 or 2, wherein the 
core member is composed of one or more relatively high 
refractive index glasses which contain a refractive-index- 
increasing, monovalent or divalent metal cation dopant capabl 
of migrating into the cladding layer, 
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